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(54) INSULATED ELECTRIC WIRE 

(57)Abstract 

PROBLEM TO BE SOLVED: To provide an insulated electric wire, 
having high flame retardancy, having excellent mechanical 
characteristics and heat resistance, capable of being colored 
arbitrarily, not whitened if folded or wound, and causing neither 
elution of heavy~nnetal compounds nor generation of large amounts 
of smoke and corrosive gases when disposed such as by land filling 
or incineration. 

SOLUTION: This insulated electric wire has a primary coating layer 
2 made of a flame retardant resin composition provided around a 
conductor 1 and a secondary coating layer 3 made of a flame 
retardant resin composition provided around the primary coating 
layer 2. The primary coating layer 2 is formed from a resin 
composition made by blending a metal hydrate of 80 to 140 pts.wt. 
and red phosphorus of 2.5 to 14.5 pts.wt. with a polyolefine resin of 
100 pts.wt, and the secondary coating layer 3 is formed from a 
flame retardant resin composition made by blending an ammonium 
polyphosphate flame retarder of 20 to 80 pts.wt with a specific 
vinyl aromatic thermoplastic elastomer resin composition of 100 
pts.wt 




LEGAL STATUS 

[Date of request for examination] 

[Date of sending the examiner s decision of 

rejection] 

[Kind of final disposal of application other than the 

examiners decision of rejection or application 

converted registration] 

[Date of final disposal for application] 

[Patent number] 

[Date of registration] 



http://www1 9.ipdl jpo.go.jp/PA1 /result/detail/main/wAAAUeaqtwDA41 1 31 241 8P1 .htm 2004/07/22 



' Searching PAJ 



2/2 ^— v 



[Number of appeal against examiners decision of 
/rejection] 

{Date of requesting appeal against examiners 
decision of rejection] 
{Date of extinction of right] 




Copyright (C); 1 998,2003 Japan Patent Office 



) 



http://www19.ipdljpo.gojp/PA1/result/detail/main/wAAAUeaqtwDA41 131 241 8P1.htm 



2004/07/22 



